GLASS SANDS OF KENTUCKY

rated 12 feet in 100 feet, from which the sand is discharged into V--
shaped troughs and delivered directly to the storage bins for shipment.
A dryer was found at the plant but not installed.

Mr. P. P. Riggall, secretary of the Camp Glass Company, writes:
"The company located in Huntington, West Virginia, in 1913. They
moved their operations from Mt. Vernon, Ohio, owing to the failure in
the natural gas supply in that section. Shortly after starting opera-
tions in Huntington, they were confronted with a shortage of glass
sand, originally figuring on a supply from Tygart Station, Kentucky.
In order to give them an ample supply of glass sand the Camp Glass
Company took over the glass sand operations owned by W. W. Hillman
at Tygart. Since that time the company has had a sufficient supply
of sand for their own factory, and have furnished quite a number -of
factories in West Virginia and Ohio with this high grade glass sand."

The factories in the western part of West Virginia are in readi-
ness to use Lawton-Tygart or Olive Hill glass sands just as soon as
crushers and washers are established of sufficient magnitude to war-
rant a permanent supply of glass sand.

The supply of sand is ample to meet all demands. The freight
rate on sand from Berkeley Springs, West Virginia, to some of these
factories was given as varying from $3.50 to $4.00 per ton. The
Olive Hill or Tygart glass sands can be delivered to the same
factories with a freight rate less than $1.00 per ton. The rate was
given in one instance as $0.60 per ton. The price of the sand is
$2.50 per ton F. O. B. Tygart.

This sand is also used as a molding sand, in steel foundries for
; both molding and holding on heating beds, for building sand and grad-
! ing sand. The American Car and Foundry Company, of Huntington,
West Virginia, secures their sand at Tygart, Kentucky.

As will be seen in the chapter on analyses, this glass sand runs
very high in silica and low in iron content. Silica 99.45 to 99.10, and
iron oxide from 0.04 to 0.13 per cent. New analyses of samples col-
lected this summer may somewhat change these percentages.

ENTERPRISE.

Dr. G. R. Logan, of Enterprise, owns a most excellent glass sand
deposit. This outcrop is 2 miles due west of Lawton and about"one-
fourth mile from the railroad on the Soldiers Fork of Tygart Creek.
The sandstone bed is 30 feet in thickness and at least one-fourth mile
in length. This sand appears to be exceptionally good glass sand.

SOLDIER.

Beds of white sandstone some 30 feet in thickness occur 5 miles
due north of Soldier on Flemon Hill on the farm owned by Matthew
Evans. It is reported that the overburden of soil is thinner here
than in the localities already described and that the overlying stained
sand beds are also thinner. This outcrop may be catalogued as a glass
reserve.e hours. The lehr is 70 feet in length
